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Commercial scale manufacture of Poly-3-FOX polymer and dtammonlum disulfate 

Poly-3-Fox Polymer Synthesis 



-27 kg CH2CI2 
-1 kg BF3-THF complex 
--1.8 kg 2.2-Dimethyl. 
1 ,3-propanediol 



-65 kg 3-Fox monomer 
-21 kg CH2CI2 



} 



} 



-26 kg Water 

-2.3 kg Sodium Bicarbonate 
-29 kg CH2CI2 
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Poly-3-Fox Diammonium Disulfate 
Synthesis 



-45 kg Poly-3-Fox polymer 1 
-45 kg Tetrahydroftxran | 



-1 1 kg Fuming sulfuric acid 



-10 kg Ammonium hydroxide 
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